WHAT IS CLAIMED IS: 



IV A metal sheet with anticorrosive coating formed 
from an alaticorrosive paint on at least one side thereof , 
wherein saidN^nticorrosive paint contains a metallic zinc 
powder and at le^st one kind of metal salt rust inhibitor r 
said metal salt bein^a salt of a metal which is more base 
than zinc. 

2. The metal sheet wi-fcfa anticorrosive coating as de- 
fined in Claim 1, wherein the substrate is a steel sheet. 

3. The metal sheet with antjh^prrosive coating as de- 
fined in Claim 1^ wherein the coating.^ film has a thickness 
ranging from 5 |jim to 30 pm. 

4. The metal sheet with anticorrosivis^ coating as de- 
fined in Claim 1, wherein the metallic zinc powder has an 
average particle diameter ranging from 0.01 \m to^ 20 ^ir. 



letal sheet with 



fined in Claim 1^ whefS±fK4^e 
the metallic zinc powder in 
solids • ■ 



an 



anticorrosive coating as de- 
ant icorrosive paint contains 
40-95 mass% of its 



6T"""""'Tbejnetal sheet with anticorrosive coating as de- 
fined in Claim 1^ wherSi«u.:yie metal salt rust inhibitor is 
a fine powder having an average pai^biqle^ diameter no larger 
than 1 ^un. 

7T""""-«he metal sheet witfh I anticorrosive coating as de- 



fined in Claim 1, ^whej::^n th}e\afit 
the metal salt rust inhibitolxLiT 
its solids. 



icorrosive paint contains 
amount of 1-30 mass% of 



8V The metal sheet with anticorrosive coating as de- 
fined in cSlaim 1/ wherein the metal salt rust inhibitor is 
a phosphate. 

9. The metaissheet with anticorrosive coating as de- 
fined in Claim 1^ whei^n the metal salt rust inhibitor is 
a phosphoraolybdate. , >v 

10. The metal sheet witnNanticorrosive coating as de- 
fined in Claim 1 / wherein a phosph^e coating film is in- 
terposed between the metal sheet and tfc^ coating film of 
the anticorrosive paint. >v 



